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(54) Recording medium, manufacturing method for the same and image forming method 



(57) A recording medium comprises a base member 
and at least a porous organic resin layer fonned on the 
base member. The porous organic resin layer includes 
organic fine particles having both fiydrophilic radicals 
and hydrophobic radicals, a water-absorbing binder and 
voids. The layer shows a pore size distribution having a 
highest peak found within a pore radius range between 



3nm and 300nm, a pore volume of 0.2cm3/g or more 
and a piH value of 5.2 or higher as observed by a method 
confomning to JIS P 8133. The layer is typically formed 
by applying to the base member a coating formulation 
of aqueous dispersion containing such organic fine par- 
ticles, a water^absorbing binder and a basic substance 
and showing a pH value of 5.2 or higher as observed by 
a method conforming to JIS Z 8B02, followed by drying. 
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Description 

BACKGROUND OF THE INVE^f^ON 
5 Field of the invention 

[0001] This invention relates to a recording medium having a porous organic resin layer on a base member and a 
method of manufacturing the same, The present invention also relates to an image forming method for forming images 
on such a recording medium preferably by means of an ink-jet recording method. 

Related Background Art 

[0002] Ink-jet recording systems are adapted to record images and/or characters on a recording medium (such as 
paper) by ejecting fine droplets of ink based on any of the currently known various operation principles. An ink-Jet 

15 recording system provides advantages Including high speed printing, a low noise emission level, adaptability to multi- 
color pnnting. versatile recording pattem forming capabilities and elimination of development and fixing processes and 
therefore has been finding an increasingly large number of applications. Furthemiore, currently known multi-color Ink- 
jet recording systems can form multi-color images with an image quality comparable to that of color images printed by 
using H color photography system at cost lower than ordinary color printing if the number of copies is relatively small. 

20 Theicfof e. they are being used also in the field of full color image recording. 

[0003] While improvements have been made to ink-jet recording apparatus and ink-jet recording methods to meet 
the demand for a higher recording speed, a higher image definition and a higher full color image quality, such a rigorous 
demand has also been directed to the recording medium to be used for ink-jet recording. For the ink-jet recording 
system, ink containing an aqueous solvent that may be water or a mixed solution of water and an organic solvent to a 

25 largo oxtent is nomially used because ink droplets have to bo ejected at high speed from nozzles toward the recording 
modijm. For recording color images with a high color density, it is therefore necessary to use ink at a high rate. On 
tho other hand, the beading phenomenon of combined and fused ink dots can appear to disturia the image printing 
operation t>ecause ink droplets are ejected continuously. To prevent the beading phenomenon, the recording medium 
to be used with the ink-jet recording system is required to absort^ ink at a high rate and to a large extent. 

30 [0004] Various forms of recording medium have been proposed to meet the above listed requirements. For instance, 
a variety of types of recording medium having thereon a porous layer containing inorganic particles (of alumina hydrate, 
etc.) have been proposed to improve the recording medium in tenns of ink absorption, coloring and the resolution of 
the printed image. Such proposals include the one described in Japanese Patent Application Laid-Open No. 2-276670. 
On the other hand, Japanese Patent Application Laid-Open No. 4-1 01 880 proposes various different types of recording 

35 medium prepared by fomning an ink fixing layer of transparent resin that dissolves into liquid or swells by absorbing 
the solvent contained in ink. 

[0005] Both Japanese Patent Applications Laid-Open Nos, 2-1 81 46 and 2-31 673 propose a recording medium having 
a layer made of thermoplastic resin particles, emulsion and latex formed on a base member. Japanese Patent Appli- 
cation Laid-open No. 11-1 92775 describes a recording medium adapted to be used with pigment Ink and invented by 
40 the inventor of the present invention. 

[0006] Furthemnore, Japanese Patent Application Laid-Open No. 9-99634 describes a recording medium having an 
ink receiving layer made of a polymer complex obtained by dissolving a binding agent containing a basic polymer and 
styrene/(meth)acrylic acid copolymer and organic particles and mixing them. 

[0007] Japanese Patent Application Laid-Open No. 9-1 56211 describes a recording medium having an ink receiving 
45 layer that is fomned on a transparent support member and made of fine particles of a crossiinked polymer having an 
average particle diameter of less than 200nm and water-soluble resin, the recording medium showing a transmlssivity 
per sheet of more than 80%. 

[0008] Japanese Patent Application Laid-Open No. 10-324053 describes a recording medium having a porous film 
coat formed by using emulsion containing carboxyceilulose nitrate and a film forming aid. 

so [0009] While the above described prior art provides various types of recording medium that are Improved in ten^s 
of ink absorption, the resolution of the image formed on it. image density, transparency and gloss, they are accompanied 
by a number of problems that have arisen as a result of the remarkable recent improvements of recording appar:>t^s 
that make It possible to print quality images comparable to ttiose of sih^er photography at high speed. 
[0010] For Instance, while the recording medium having a porous layer of inorganic particles (of alumina hydrate, 

55 etc.) on the surface Is advantageous in tenns of the quality of the Image formed on it and gtoss, it can easily be damaged r ^ ^ 

during transportation depending on the method of carrying it because the surface is highly vulnerable to damages. 
Additionally, when it Is made transparent so as to be used as OHP film, it can produce its own shadow even if it is 
highly transparent and relatively free from haze because of the porous layer that is made of a combination of inorganic 
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particles and organic resin. This problem may probabiy be due to the difference of refractive index between the inorganic 
particles, the organic resin and the pores. Still additionally, when pigment ink is used to print Images on it, the pigment 
can fomi a deposit on the surface that is not absorbed by the porous layer because the pores of the porous layer is 
small relative to the pigment particles In the ink. whereby the surface smoothness becomes lost and the rub-off resist- 

5 ance Is decreased. Furthermore, the recording medium can give rise to an additional problem of yellow discoloration 
that is specifb to a recording niedium carrying thereon a porous layer mainly made of such Inorganic particles. 
[001 1 ] A recording medium having an ink fixing layer made of resin that dissoh^es Into liquid or swells by absorbing 
the solvent contained in ink as disclosed in Japanese Patent Application Laid-Open No. 4-101 880 is accompanied by 
a problem that the ink applied to it does not dry quickly but remains sticky after the application. Additionally, the ink 

10 receiving layer does not show a sufficient level of water-resistance and some of the ink applied to it can migrate when 
the dye of the Ink Is affected by moisture. Still additionally, cracks can occur in the printed areas (particularly in solidly 
printed areas) of the recording medium when a pigment is used as the coloring agent of Ink because the Ink receiving 
layer lacks water-resistance. 

[001 2] While a recording medium comprising an Ink receiving layer made of thermoplastic resin particles, emulsion 
'5 and latex f onned on a base member as disclosed In Japanese Patent Application Laki-Open No. 2-1 81 46 or 2-31 673 
shows a high Ink absorption rate, the absorption of ink relies only on the fjaps 'separating the thermoplastic resin 
particles and hence a thick Ink receiving layer has to be used to obtain a sufficiently high Ink absorption ability. Then, 
there arises a problem of reduced transparency and strength of the film layer. While Japanese Patent Application Lald- 
Open No, 11-1 92775 proposes an improved recording medium that is highly adaptable to the use of pigment ink, it has 
20 a configuration based on a concept that is totally different from the present invention because it has to be subjected 
to a heat treatment after the image forming process. 

[001 3] In the case of a recording medium having an Ink receh^ng layer made of a polymer complex of a combination 
of a binding agent and organic particles as described in Japanese Patent Application Lald-Open No. 9-99634, pores 
fomncd in the ink receh/Ing layer are not sattsfactoiy for achieving a high ink absorption rate because the binding agent 
25 and the organic particles are dissolved in solvent firstly and then the obtained polymer complex Is used to form the Ink 
receiving layer. 

[0014] It is also difficult to satisfactorily raise the ink absorption rate of a recording medium having an ink receiving 
layer that is formed on a transparent support member and made of fine particles of a crosslinked polymer having an 
average particle diameter of less than 200nm and water-soluble resin as disclosed in Japanese Patent Application 
30 Lald-Open No. 9-1 5621 1 because the water-soluble resin is used as binding agent and hence It is impossible to provide 
sufftoiently large gaps among the fine particles of the polymer and additionally because water-soluble resin Is used at 
a ratio between 1 :1 and 1:10 relative to fine particles. 

[0015] Finally, in the case of a recording medium having a porous film coat formed by using emulsbn containing 
carboxycellulose nitrate and a film forming aid as disclosed in Japanese Patent Application Lald-Open No. 10-324053, 
35 while gaps are satisfactorily formed among the fine particles of the emulsion, it is difficult to regulate the pH value in 
the porous film coat layer and, if the pH value is low and the layer Is acidic, the dye contained in the ink can agglomerate 
in a peculiar way to alter their original tints after the printing operation. 

SUMMARY OF THE INVENTION 

40 

[0016] In view of the above Identified technological problems of the prior art, It is therefore the object of the present 
invention to provide a recording medium that Is improved In terms ink absorption rate, non-stickiness, transparency, 
ability for fixing pigment Ink, prevention of cracks in printed areas and color reproducibility for dye Ink and satisfactory 
for forming images in terms of image density, gradation, water-resistance and ink fixation, as well as a method of 
4^ manufacturing such a recording medium and a recording method adapted to record images on such a recording me- 
dium. 

[0017] According to the present invention, the above object is achieved by providing a recording medium comprising 
a base member and at least a porous organic resin layer formed on the base member; 

the porous organic resin layer including organic fine particles having both hydrophllic radicals and hydrophobic 
radicals, a water-absorbing binder and voids; 

the porous organic resin layer showing a pore size distribution having the highest peak found within the pore radius 
range between 3nm and SOOnm, a pore volume of 0.2cm3/g or more and a pH value of 5.2 or higher as observed 
by a method conforming to JIS P 8133. 

' [0018] According to the invention, there is also provided a method of manufacturing a recording medium having a 
base member and at least a porous organic resin layer formed on the base mehnber. the method comprising: 

a step of fonning the porous organic resin layer by applying to the base member and drying a coating formulation 
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of aqueous dispersion containing organic fine particles having both hydrophilic radicals and hydrophobic radicals, a 
water-absorbing binder and a basic substance and showing a pH value of 5.2 or higher as obsen^ed by a method 
confomning to JIS Z B802. 

[0019] According to the present invention, there Is also provided an Image forming method for fonning an Image by 
5 applying Inlc to a recording medium according to the invention, the method preferably using an ink-jet recording method 
for applying inlc to the recording medium. 

BRIEF DESCRIPTION OF THE DRAWINGS 

10 [0020] FIG. 1 is a schematic cross sectional view of an embodiment of recording medium according to the invention. 
[0021] FIG. 2 is an illustrative copy of a microscopic photograph of the porous organic resin layer of the recording 
medium of Example 1 obtained by observing it through a scanning microscope. 

[0022] FiG. 3 Is an illustrative copy of a microscopic photograph of the recording medium of Comparative Example 
1 obtained by observing it through a scanning microscope. 
15 [0023] FIG. 4 is an Illustrative copy of a microscopic photograph of the recording medium of Comparative Example 
4 obtained by observing it through a scanning microscope. 

[0024] FIG. 5 Is an Illustrative copy of a microscopic photograph of the recording medium of Comparative Example 
3 obtained by observing it through a scanning microscope. 

20 DESCRIPTION OF THE PREFERRED Eiy/IBODIMENTS 

[0025] Now, the present invention will be described in greater detail by way of preferred embodiments and by referring 
to the accompanying drawings. 

[0026] FIG. 1 is a schematic cross sectional view of an embodiment of recording medium according to the invention. 

25 The embodiment of recording medium that Is generally denoted by reference numeral 1 00 comprises a base member 
1 01 and a porous organic resin layer 1 02 formed on the base member 1 01 to produce a multilayer structure. The base 
member 1 01 may be of any known type. Examples of base members that can be used for the purpose of the present 
Invention include sheets of various plastic materials including those of polyesters such as polyethyleneterephthalate, 
polycarbonates and fluorine type resins such as ETFE (ethylene tetrafluoroethyiene copolymer), sheets of paper that 

30 are specifically treated such as printing paper for silver photography, baryta paper and resin coat paper, and those of 
plain paper whose surfaces are not treated, of which plastic sheets having a highly smooth surface can suitably be 
used as base members because they can enhance the surface gloss of the porous organic resin layer formed thereon. 
A recording medium fomied by using such a base member can be "utilizes as glossy film sheet. A transparency type 
recording medium such as an OHP sheet can be realized by using a transparent base member. 

35 [0027] The porous organic resin layer 102 to be formed on the surface of such a base member is mainly made of 
an organic resin material prepared by combining organic fine partkstes that are hardly molten by heat and a water- 
absorbing binder and containing voids therein. With a recording medium 100 according to the invention and having 
such a configuration, an image can be recorded simply by applying inlc onto the porous organic resin layer 1 02. As Ink 
is applied onto the porous organic resin layer 1 02, the solvent of the ink firstly passes through the voids in the porous 

40 organic resin layer 102 and the water-absorbing binder found among the organic fine particles operate to absorb ink 
to give rise to a multi-stage ink absorption effect. 

[0028] In a recording medium according to the invention, the voids in the porous organic resin layer 1 02 are pores 
with such sizes that the pore size distribution curve shows the highest peak within the pore radius range between 3nm 
and 300nm. The porous organk^ resin layer 102 cannot absorb ink satisfactorily if the pore size distribution cun^e of 

45 the porous organk: resin layer 1 02 shows the highest peak at a pore radius smaller than 3nm, whereas the applied ink 
can become blurred If the pore size distribution curve of the porous organic resin layer 1 02 shows the highest peak at 
a pore radius greater than SOOnm. Preferably, the highest peak of the porous organk: resin layer is found within the 
pore radius range between 7nm and 1 0Onm in order to provide a satisfactory level of ink absorption and transparency. 
The ink absorption per unit volume of the porous organic resin layer 102 can be regulated by controlling the pore size 

50 distribution of the voids in the porous organic resin layer and the film thickness of the layer. For the purpose of the 
present Invention, the volume of the pores is preferably greater than O.acm^/g. more preferably greater than O.Scm^/ 
g and smaller than 1 .Ocm^/g, in order to raise the rate of ink absorption. 

[0029] The temn "voids" as used herein refer to those of a pore structure formed in the porous organic resin layer 
where pores are linked vertically and horizontally to produce a two-dimensional or three-dimensional pore arrangement. 
55 With such a pore structure, the soh^ent of the ink applied to the porous organic resin layer can quickly pass through 
the pores. Note that the pore size distribution of the voids in the porous organic resin layer 102 Is detenntned by a 
nitrogen adsorption/desorptlon method. 

[0030] Voids can be fomned optimally in the porous organic resin layer by appropriately selecting the type of organic 
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fine particles to be used for the purpose of the invention, their sizes and profiles, the type of water-absorbing binder 
to be used for the purpose of the invention and the nnixing ratio of the water-absorbing binder relative to the organic 
fine particles and controlling the drying condition for forming the porous organic resin layer and the thickness of the 
layer. Then, the porous organic resin layer allows the solvent of the ink applied to it to pass and become absorbed 

5 satisfactorily to establish a sufficient level of ink absorbing effect. 

[0031] Organic fine particles to be used for the purpose of the present invention refer to those of organic pigment 
that are not substantially plasticized by heat. Additionally, organic fine particles to be used for the purpose of the present 
invention have both hydrophillc radicals and hydrophobic radicals. As a result, they can be mixed well with an aqueous 
resin solution of any desired type when preparing a coating fomiulation. Furthemnore, the water-resistance of the 

10 porous organic resin film to be formed can be secured by appropriately controlling the ratio of the hydrophilic radicals 
to the hydrophobic radicals. Specific exannples of resins that can be used for the purpose of the invention include those 
of acryl. polyester, vinyl chloride, vinyl acetate, styrene, butadiene and cellulose types with or without chemical modi- 
fication. For instance, derivatives of such resins including esters and ethers thereof may also be used for the purpose 
of the invention. 

15 [0032] For the purpose of the present invention, preferably, organic fine particles that are formed by means of an 
emulsion polymerization technique using a nonionic or cationic emulsrfier in a state dispersed in the solvent are pref- 
erably used. Specifically, one or more than one compounds obtained by introducing a highly hydrophilic substituent 
are selected and emulsion polymerized by mixing them with an emulsifler, water and an organic solvent to produce 
organic fine particles. 

20 [0033] Such organic fine particles preferably show a refractive index between 1 .40 and 1 . 60 in order to form a porous 
organic resin layer without reducing the transparency by combining it with the binder. 

[0034] For producing pores with desired sizes in the porous organic resin layer, the organic fine particles preferably 
show a glass transition temperature Tg that makes them hardly molten by heat. The porous organic resin layer formed 
on the base member will be dried by heating it to above lOO^C because the film layer is securely established by the 
25 bonding effect of the binder that becomes apparent when it is heated. Therefore, the glass transition temperature of 
the organic fine particles to be used for the purpose of the invention should be higher than the heating temperature 
and preferably between 120^*0 and 220*C. 

[0035] Of the above listed compounds that can be used for the organic fine particles, one obtained by emulsion 
polymerizing a monomer of the acryl type or the cellulose type is preferably used from the viewpoint of lower refractive 
30 index and high Tg. Specific examples of nnateriais that can be used for organic fine particles for the purpose of forming 
a recording medium according to the present invention include carboxycellulose nitrate described in Japanese Patent 
Application Laid-Open No. 9-324053. 

[0036] Preferably, organic fine particles with a diameter found within a range between 5nm and SOOnm are used for 
the purpose of the invention in order to produce pores for the voids that scarcely scatters light as pointed out above. 
35 A sufficient number voids cannot be produced if the particle diameter is too large whereas the influence of the scatter 
of light can be serious and the transparency of the porous organic resin layer can be reduced if the particle diameter 
is too small. More preferably, organb fine particles with a diameter found within a range between 5nm and 250nm are 
used for the purpose of the invention. 

[0037] Note that a popular method such as a quasi-elastic laser scattering method (dynamic light scattering method) 

40 is used for detemiining the diameters of organic fine particles for the purpose of the invention. Additionally, unlike 
conventional recording media comprising a porous layer containing inorganb partbles, the sheet of a recording medium 
according to the invention hardly shows yellow discoloration and a phenomenon of whitening that can appear around 
the printed areas during the process of ink absorption because of the use of organic fine particles. . 
[0038] As described above, in a recording medium according to the invention, organic fine particles made of the 

45 above described material and having the above particle diameter are anchored by the binder to produce voids in the 
porous organic resin layer. Preferably, the organic fine particles of the porous organic resin layer show a complex 
profile that is rich in undulations on the surface in order to produce more voids in the layer. Organic fine particles can 
be formed typically by means of a technique of using existing fine particles as seeds and causing them to absorb 
monomers or that of modifying the surface of fine parttetes. 

50 [0039] Preferably, porous organic fine partteies are used for the purpose of the present invention in order to raise 
the ratio of the voids in the porous organic resin layer Specif techniques that can be used for forming porous organic 
fine particles Include a method of introducing a crosslinking ingredient and producing a crosslinked structure in them 
when forming the organic fine particles. Forthe ratioof the voids in the porous organic resin layer of a recording medium 
according to the Invention, a value that does not adversely affect the transparency of the layer is preferably selected 

S5 on the basis of the relationship between the ratio and the particle diameter. If the particle diameter Is found within the 
above defined range, the porous organic resin layer can effectively absorb the ink applied to It and the transparency 
of the film layer can be maintained when the void ratio is between 5 and 70%. 

[0040] As the emulsifier to be used for the emulsion polymerization process for forming organic fine particles, an 
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anionic emulsifier, a nonionic ennulsifier or a catlonic emulsifier can be used solely or In combination. Particularly, if the 
recording medium according to the invention is used for inl<-jet recording that normally 1 nvohfes the use of anionic inl< 
for the purpose of image fomiatlon. the emulsifier to be used for the emulsion polymerization process is preferably 
cationic as opposed to anionic so that the porous organic resin layer may be cationic to fix applied ink effectively. While 
5 the Ink fixing effect may be improved by separately adding a cationic substance, the rate at which the cationic substance 
can be added may be limited to such an extent that the added substance may not inadvantageously cause gelation or 
thickening If an anionic emulsifier is used. If such is the case, therefore, a nonionic emulsifier. a cationic emulsifier or 
a mixture thereof is preferably used. 

[0041] Organic fine particles to be used for the purpose of the invention structurally contain both hydrophobic radicals 
10 and hydrophilic radicals. The porous organic resin layer of a recording medium according to the Invention can be made 
highly water-resistant by using organic fine particles containing hydrophobic radicals. Then, the Ink receiving layer of 
the recording medium is prevented from dissolving to ink and the film coat of the porous organic resin layer can be 
controlled for its water-resistance if ink is applied thereto, if water drops are sprayed from outside onto the ink applied 
to the recording medium by ejected from nozzles and/or if the image formed on the recording medium is affected by 
IS the ambient humidity. On the other hand, the phenomenon of repelled and/or blurred ink that can occur when ink is 
applied to the recording medium can be effectively prevented by using organic fine particles containing hydrophilte 
radicals for the porous organic resin layer. Furthemnore, the Ink receiving property, the fixing properly, the water-re- 
sistance, the effect of suppressing the stickiness of the Ink receh^lng layer, the transparency, the coloring effect and 
other properties of the recording medium can be further improved by using organic fine particles by appropriately 
20 controlling the hydrophilicity and the hydrophobicity of the organic fine particles of the porous organic resin layer. 

[0042] Specific examples of hydrophobic radicals that can be used for the purpose of the invention include ester, 
ally!, vinyl and propenyl radicals. Hydrophobic radicals may be produced by substituting hydrophilic radicals by a known 
method. Specific examples of hydrophilic radicals that can be used for the purpose of the invention include anionic 
radicals such as cart)oxy, sulfo, hydroxy and phospho radicals as well as cationic radicals such as amino, amido and 
25 ethylene imine radteals. Appropriate hydrophilic radicals will be selected from the above listed ones and introduced 
Into organic fine particles in such a way that the degree of hydrophilicity may advantageously be controlled. 
[0043] The above listed desired properties of organic fine particles to be used for the purpose of the invention can 
be improved by appropriately combining several substituents, taking the degree of hydrophobicity of each of hydro- 
phobic radical and that of hydrophilicity of each of hydrophilic radical into consideration when designing the structure 
30 of the organic fine particles. 

[0044] The water-absorbing binder that is used with organic fine particles for fomriing the porous organic resin layer 
of a recording medium according to the invention is preferably a dispersion where the binding agent is not dissolved 
in water nor in the solvent and maintains the form of parttoles (resin emulsion). Dispersions that can be used for the 
purpose of the invention include aqueous dispersions, dispersions in a mixed solvent of water and alcohol or some 
35 other chemical compound, and those in an organte solvent. Acrylic resins, urethanic resins, styrenic resins, butadienic 
resins, polyesteric resins and mixtures of combinations of any of them, copolymers, composites and other water-ab- 
sorbing resin emulsions can be used appropriately. Any of the resins of such dispersions may be used with a soluble 
resin, although the dispersed resin should be predominantly contained. Soluble resins that can be used for the purpose 
of the invention include water-soluble resins, resins that can be dissolved into a mixed solvent of water and alcohol or 
40 some other chemical compounds, those that can be dissolved into an organic solvent. Examples of such resins non- 
iimitatlvely include polyvinyl alcohol, cellulosic resins, polyester^ resins, urethanic resins, gelatin, polyacrylamide and 
polyvinyl pyrrolidone. Any of such resins may be used with one or more than one additives such as a crosslinking 
agent, a hardening agent, a plasticizer, a modifier and/or a gellant. 

[0045] For the purpose of the inventton, It is necessary to bond organic fine particles by means of the binder, form 
45 a film coat and appropriately produce voids among the organic fine particles In the film coat and hence the type of the 
binder, the physical properties such as glass transition temperature of the resln(s) of the binder and the mixing ratio 
of the organic fine particles to the binder are highly significant. Since a water-absorbing binder is used for the purpose 
of the invention, the ink absorbing effect of the porous organic resin layer can be improved by the binder in the porous 
organic resin layer in addition to the effect of the voids of drawing the solvent of the applied ink into them. Therefore, 
so the balance of the formation of voids and the ink-absorption of the binder is important for the purpose of the invention. 
Furthermore, according to the invention, the water-absorbing binder does not lose its water-resistance because the 
voids in the porous organic resin layer satisfactorily operate to absorb ink and moisture so that, when recording images 
on the recording medium by means of pigment ink, cracks are effectively prevented from appearing In the solkl areas 
of the ink. 

55 [0046] Any of the above listed dispersions, or the resin emulsions, is preferably used for the binder of the porous 
organic resin layer of a recording medium according to the invention. By using such a binder, the binder can remain 
uniformly among the organic fine particles when drying the porous organic resin layer to produce a film coat, What is 
more advantageous, the binder Is held in a molten state but does not fill the voids. Unlike the organic fine particles, 
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the binder preferably show a glass transition temperature that gives the binder a set of temperature characteristics 
that are effective for quickly melting it. Specifically, the glass transition temperature of the binder is preferably between 
-40**C and 40''C. Additionally, the binder preferably shows a gelation property so that any possible migration of the 
binder may be blocked in order to prevent it from filling the voids. More preferably, the binder is heat sensitive in terms 
5 of its geiat'on effect. 

[0047] "ne particles of the resin emulsion preferably have a diameter found within a range between 20nm and 500nm. 
If they hfr ^e a diameter lower than the above range, the resin emulsion behaves like resin dissolved in the solvent to 
occasion Hlly make it impossible to gradually dissolve the resin emulsion arranged among the organic fine particles 
during tne drying process and secure a sufficient volume for the voids. If, on the other hand, they have a diameter 
10 higher than the above range, the voids can show unevenness in terms of distribution and size. More preferably, the 
particles of the resin emulsion have a diameter found within a range between 30nm and 200nm. Note that a popular 
method such as a quasi-elastic laser scattering method (dynamic light scattering method) Is used for detemnining the 
diameters of the particles of the resin emulsion for the purpose of the Invention. 

[0048] The mixing ratio of the organic fine parttoles to the binder (P:B ratio) Is preferably between 1 :1 and 20:1 , more 
IS preferably between 2:1 and 10:1, in terms of solid contents. As for the absorptive power of the binder, the binder 
preferably shows an absorptive power that is 0.5 times to 10.0 times, although it may be determined depending on the 
exte t of the stress put on the ink absorbing capacity or the ink absorbing rate thereof. The term " absorptive power" 
as -ved herein refers to the volume of ink that the binder absorbs per unit volume thereof. 

[00 v9] Of the characteristics of the porous organic resin layer comprising organic fine particles, a binder and voids, 
20 th pl-l value In the layer is also important. A porous inorganic particle layer formed by using a conventional inorganic 
bir der such as alumina or silica and containing voids in the inside shows a relatively low pH value and hence is acidic. 
However, unlike such an inorganic particle layer,' a porous organic resin layer prepared according to the invention can 
g«ve rise to extreme agglomerates on the surface vtrhen ink Is applied thereto and the dye of the applied ink can alter 
'neir orlgi nal tints, show a metallic gloss on the surface and become speckled If the pH value is lower than 4.5, According 
2s o the invention, the above problem is dissolved by regulating the pH in the Inside of the porous organic resin layer to 
nigher than 5.2. 

[0050] Although the reason for the effect of using a relatively high pH value is not clear, the inventor of the present 
invention presumes that, when voids are formed in the porous organic resin layer by using organic fine particles, they 
show a relatively weak absorptive power to the dye of the ink applied thereto unlike the pores of the inorganic fine 

30 partk:les but they are made to quickly absorb Ink into therein by appropriately regulating the pl-l in the layer. The Inventor 
of the present Invention has found that the effect of regulating the pH value Is closely related to the type of the organic 
fine particles and the size of the voids in the layer and the ink absorbing effect becomes remarkable when the voids 
have a size less than SOOnm and even more remarkable when they have a size less than lOOnm. It has also been 
found by the inventor of the present invention that a more preferable effect can be obtained by regulating the pH value 

■5 in the porous organic resin layer to between 5.2 and 8.5. 

[0051] The pH in the porous organic resin layer can be regulated by appropriately selecting the types and the number 
of the hydrophilic radicals of the resin that is the major ingredient of the organic fine particles and also by appropriately 
selecting the types and the number of the hydrophilic radicals to be used when emulsifying the binder. Furthermore, 
the piH in the porous organic resin layer can also be regulated by adding a basb substance such as sodium hydroxide, 

40 ammonia or amine when preparing the coating formulation. For the puipose of the invention, the pH in the porous 
organic resin layer is observed by a method conforming to JIS P 8133. 

[0052] In a recording medium according to the invention, the porous organic resin layer 1 02 may be made to contain 
a slight amount of porous inorganic particles to improve the ink absorption In addition to the above components. 
[0053] Specific examples of materials that can be used for such porous inorganic particles Include silica, alumina 

45 hydrate, calcium carbonate, magnesium carbonate, magnesium oxide, kaolin, talc, calcium sulfate, barium sulfate, 
titania, lead oxide, zinc carbonate, silicic acid, sodium silicate, calcium silicate and clay. Preferably, fine porous Ihorganic 
particles of any of the above substances are used in order to provide a sufficient level of transparency for the porous 
organic resin layer. Specifically, ultra-fine particles of silica or alumina hydrate are preferably be used for the purpose 
of the invention. Such ultra-fine particles prefersdDly have a diameter less than lOOnm, more preferably less than lOnm, 

so in terms of primary particles. The content of such porous inorganic particles is preferably between 0.1% and 1 0% by 
weight relative to the entire solid contents of the porous organs resin layer. Cracks can occur or transparency can be 
reduced if the content of inorganic particles exceeds the above level. 

[0054] A recording medium according to the invention and comprising a base member and a porous organic resin 
layer formed thereon is obtained by applying a coating formulation that is prepared from organic fine particles, a binder, 
55 a basic substance to be used for regulating the pH value and, if desired, porous inorganic particles to the base member 
and drying the formulation. 

[0055] As for the physical properties of the coating formulation, the viscosity, the plH and the dispersibility are Impor- 
tant. While the viscosity of the coating formulation may be regulated depending on the technique to be used for applying 
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the formulation, it Is preferably between 10cP and 500cP, In order to produce the above described pH value in the 
porous organic Vesin layer, the pH of the coating formulation is preferably made higher than 5.2. The pH value of the 
coating fomnulation is observed by a method conforming to JIS Z 8802. 

[00561 Additionally, the coating formulation is required to provide a sufficient level of dispersibility and preservation 
5 stabinty in order to obtain a unifonm film coat and satisf actoiy transparency. For this purpose, a dispersant, a tlnckening 
agent. alubricant,afluldlty modifying agent.asurfactant, an antifoaming agent, a water-resisting agent, afoanr hiDitor, 
a releasing agent and/or anti-mold agent may be added to the coating formulation to such an extent that the ddition 
of any of such agents may not interfere with the object of the present invention. 

[0057] Techniques that can be used for applying the coating fonmulatlon to the base member include blade ating, 
10 air knife coating, roll coating, flash coating, gravure coating, kiss coating, dye coating, extrusion, a slide hopper system, 
curtain coating and spraying. 

[0058] While the rate at which the coating fontiulation is applied to the base member may be selected approp? lately 
depending on the application of the recording medium, the ink applied to the porous organic resin layer can blur and/ 
or spill if the rate is too iow because the applied ink cannot be satisfactorily absorbed by the layer that is too thir On 

15 the other hand, the strength of the porous organte resin layer can be reduced and/or the film coat can become def ec ve 
during the application process and/or the drying process to produce areas that cannot satisfactorily absortj ink in ne 
layer If the rate is too high. Additionally, the transparency can be reduced and the recorded Images can lose the she: p- 
ness if the film coat Is too thick. Thus, after drying, the porous organic resin layer preferably has a film thickness 
between 5 and SO^un in order to make it absorb ink satisfactorily and show a reliable strength as a whole. 

20 [0059] For the purpose of the invention, the porous organic resin layer is produced by, if necessary, heating ar d 
drying the film coat fonried on the base member in a manner as described above. As a result of the drying process 
when the aqueous medium (dispersant) evaporates, the binder is fused to finely bind the components together anc 
produce a film layer. The drying conditions may be selected appropriately depending on the composition of the coatinc 
formulation. A hot air drying furnace and/or an infrared rays drying furnace that are currently popular may be used fo! 

25 the drying process. 

[0060] An image fomning method according to the Invention comprises applying Ink to a recomling medium accnr^t':. 
to the invention. Ink to be used for the purpose of the invention contains a coloring agent (dye or pigment), ''«-. 
soluble organic solvent and water as principal ingredients. While a water-soluble dye that may be a direcl lye, 
acidic dye. a basic dye, a reactive dye or a food dye is preferably used, a dye of any type may be used for thr< purpose? 
30 of the invention so long as it can produce an image that is satisfactory In temns fixation, coloring, sharpness stability, 
light-resistance and other requirements when combined with the recording medium. Examples of pigments that can 
be used for the purpose of the invention include inorganic pigments such as carbon black, organic pigments, metallic 
fine parttoles, oxides of metals and various metal compounds. 

[0061 ] The water-soluble dye is generally dissolved In an aqueous solvent that comprises water or a mixture of water 
35 and an organic solvent, which Is preferably selected from various water-soluble organic solvents. Tne water content 
of ink is preferably so regulated as to be found within a range between 20 and 90 weight %. 

[0062] Water-soluble organic solvente that can be used for the purpose of the invention include alkyi alcohols having 
1 to 4 cariDon atoms such as methyl alcohol, amides such as dimethylfomnamide, ketones and ketone alcohols such 
as acetone, ethers such as tetrahydrofuran, poiyaklylene glycols such as polyethylene glycol, alkylene glycols whose 
40 alkylene group has 2 to 6 carbon atoms such as ethylene glycol, glycerin and lower alkyi ethers of polyhydric alcohols 
such as ethylene glycol methyl ether. 

[0063] Of such various water-soluble organte solvents, polyhydric ateohols such as diethylene glycol and lower alkyI 
ethers of polyhydric alcohols such as triethylene glycol monomethyl ether and triethylene glycol monoethyl ether are 
preferable for the purpose of the present invention . The use of a polyhydric alcohol is particularly advantageous because 
45 It operates as lubricant for preventing a phenomenon of clogged nozzle from taking place when the water In ink evap- 
orates to deposit. If partly, the water-soluble dye in the ink, 

[0064] A solubilizing agent may be added to ink. Typical solubilizing agents that can be used for the purpose of the 
invention include nitrogen-containing heterocyclic ketones because such agents can dramatically raise the solubility 
of the water-soluble dye to the solvent. For instance, N-methyl-2-pyrrolidone or 1 , 3-dimethyl-2-imidazolidinone may 
so preferabty be used for the purpose of the invention. Furthermore, any of the additives as listed below may be used to 
Improve the perfomnance of ink: a viscosity regulator, a surfactant, a surface tension regulator, a pH regulator and a 
specific resistance regulator. 

[0065] An ink-jet recording method is preferably used when recording images by applying ink to a recording medium 
according to the invention. Any ink-jet recording method can be used for the purpose of the invention if it can effectively 
55 release Ink from a nozzle and apply ink to the recording medium, although the use of an Ink-jet recording method with 
which ink abruptly changes Its volume by thermal energy and becomes discharged from a nozzle by the force generated 
due to this change of state as disclosed in Japanese Patent Application Laid-Open No. 54-59936 may be a preferable 
choice. 
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[0066] Any of the different types of ink as listed in 1 through 3 below may be used for recording an image on a 
recording medium according to the invention. 

1 . ink containing a dye as coloring agent 

5 2. ink containing a pigment as coloring agent 

3. ink containing a mixture of a dye and a pigment or a combination of ink confining a pigment and ink containing 
a dye 

[0067] When fomiing an image on a recording medium according to the invention, using inks containing dyes as 
10 coloring agents, bleeding (blurring along the boundaries) of solidly printed areas produced by a combination of inks of 
different colors is remarkably alleviated if compared with the prior art mainly due to the high absorptive power of the 
recording medium. Additionally, printed areas are substantially relieved of white haze. Furthemiore, printed areas and 
unprinted areas do not show any signifksant difference in terns of gloss so that an Image conparable to that of a 
photograph can be obtained. When pigments are used as coloring agents to be applied to a recording medium according 
15 to the Invention, not only the void structure (gap between organic fine particles) but also the water-absorbing binder 
in the layercaptures the pigments and therefore, improved rub-off resistance and water resistance are obtained. When 
inks containing pigments and dyes as coloring agents are used, any recording medium of the prior art can give rise to 
a problem that the areas printed with inks containing pigments as coloring agents and those printed with inks containing 
dyes as coloring agents show a remarkable difference of gloss, whereas a recording medium according to the invention 
^ is practtoally free from any difference of gloss because the pigments are fixed by the void structure and the water- 
absorbing binder of the porous organic resin layer so that the applied ink is distributed uniformly. 
[0068] Any of the printing methods listed In 1 through 3 below may be used for the purpose of the present invention 
in addition to conventional printing methods. 

25 1 . Use of inks with different coloring agents such as pigments and dyes in same pixels. 

2. Use of three or more than three inks with different densities in terms of the coloring agents contained in the inks 
in same pixels. 

3. Use of a high speed printing method of applying ink highly densely at an enhanced rate in a single scan and 
reducing the number of passes of the multi-pass process. 

30 

[0069] An image comparable to that of a photograph can be obtained when inks with different coloring agents such 
as pigments and dyes are used in same pixels on a recording medium according to the invention. For instance, If black 
ink containing a black pigment and dye ink are used in same pixels to raise the density of black areas in order to 
produce a sharp image, practically no bleeding occurs along the boundaries of the different inks nor appears a phe- 

35 nomenon that areas printed with black ink become more glossy than the remaining printed areas so that as a whole 
an image comparable to that of a photograph can be obtained with little difference of gloss due to the use of different 
coloring agents. Similarly, when three or more than three inks with different colorant densities are used in same pixels 
on a recording medium according to the invention in order, for example, to realize a smooth gradation from a highlight 
portion to a shadow portion by lap application of such inks at an enhanced dot density, the recording medium shows 

40 a high absorptive power relative to the inks with no spill of ink occurring in high density areas and little difference of 
gloss between printed areas and unprinted areas so that an exquisitely fine image can be formed. 
[0070] Furthermore, a recording medium according to the invention can be used with a high speed printing method 
of applying Ink highly densely at an enhanced rate in a single scan and reducing the number of passes of the multi- 
pass process. In recent years, there Is a growing demand for recording media that can be used with high speed printing 

4S methods. A recording medium according to the invention can prevent possible degradation of image quality due to 
spills and blurs of Ink even If a printing method with less number of passes Is used and a relatively large amount of Ink 
is applied in a single pass. This is probably because, if a large amount of ink is applied in each pass, the ink applied 
to a recording medium according to the Invention in the first pass is absorbed temporarily into the void structure and 
the water-absorbing binder keeps on absorbing the ink in the void structure so that the porous organic resin layer 

so maintains a high absorptive power that Is sufficient for at>sorbing the ink applied in the next pass. 

[0071 ] Now, the present invention will be described in greater detail by way of examples and comparative examples, 
although the present invention is by no means limited thereto. 

(Example 1) 

55 

[0072] A recording medium having a configuration as shown in FIG. 1 was prepared. More specifically, a 100|im 
thick transparent PET film (100Q80D: tradename, available from Toray) was used for the base member 101 and a 
coating formulation for forming a porous organic resin layer 102 on the base member was prepared in a manner as 
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described below. An aqueous dispersion of carboxymethylcellulose nitrate having a nitric ester radical as hydrophobic 
radical and a carboxylmethyl radical as hydrophilic radical was prepared for organic fine particles by following the 
process as described below. 

[0073] Firstly. 40g of carboxymethylcellulose and AOOcmfi of a mixture of sulfuric acid/nitric acid/water = 
5 62.6/25.0/12.4 were mixed and stirred and the product was washed with water, isolated and collected and then dried 
at 1 00*C for an hour to obtain carboxymethytcellulose nitrate. The obtained carboxymethylcellulose nitrate was stirred 
with water, toluene and an emulsrf ier by means of a three-one motor to produce a W/O phase. Then, water was further 
added to shift to an O/W phase and the organic solvent was removed by means of an evaporator to obtain an aqueous 
dispersion of organic fine particles. The average particle diameter of the organic fine particles was 142nm and the Tg 
10 was 165*C. As observed through a scanning electron microscope (S-5000: tradename, available from Hitachi), it was 
found that the particles were not spherical in shape but'showed a complex profile that was rich in undulations on the 
surface. 

[0074] Tlie obtained aqueous dispersion of organic fine particles was diluted until the solid contents became to 
occupy 10% and mixed with water-absorptive cationic urethane emulsion (absorption factor. 1 .6, average particle di- 
is ameter 50nm) to a mixing ratio of 10:1 . Then, 25% aqueous ammonia was added to the mixture until It took 3% by 
weight in the mixture for the purpose of pH regulation in order to obtain the intended coating formulation. The pH of 
the obtained coating formulation was 6.0. 

[0075] The coating fomnulation was applied to the surface of the base member by die coating by means of a coating 
machine and a hot air drying furnace (not shown) and then dried (at drying temperature of 1 20*C) to produce a porous 

20 organic resin layer 102 showing a film thickness of 30\im, The pore structure of the porous organic resin layer was 
observed for both the suriace and a cross section through a scanning electronic microscope (S-5000: tradename, 
available from Hitachi) to find a pore structure as shown in FIG. 2. Additionally, the highest peak of the pore size 
distribution curve of the porous organic resin layer was detemilned (by means of Autosori^ 1 : tradename, available 
from Quanthachrome) to find that It was at a pore radius of 30nm. The pore volume per unit weight of the porous 

25 organic resin layer was 0.252cm3/g and the pH in the layer was 6.3. 

[0076] The recording medium 1 00 was evaluated for the following test items. The results of the evaluation were listed 
in Table 1 . To be more accurate, a number of specimens were prepared and evaluated and any one that was rated by 
X for at least one of the test items (1) through (4) was evaluated as no good while those that were without x rating were 
evaluated as good. 

30 

(evaluation) 

(1) transparency 

35 [0077] The overall light transmissivity (%) of each specimen of recording medium was observed by means of a haze 
meter (NDH-100DP: tradename, available from NIhon Denshoku Kogyo) according to JIS K-7105. 

(2) tack, fingerprint resistance 

40 [0078] A fingerprinting test (of holding the thumb of a bare hand In contact with the surface of the porous organic 
resin layer of the recording medium for 10 seconds) was conducted on the surface of each specimen to see if the 
thumb was tacked to the surface and a fingerprint was left there. The specimen was rated as O when no fingerprint 
was found on the surface and as A when a fingerprint was slightly found on the surface while it was rated as x when 
the thumb was tacked to the surface and a fingerprint was dearly found. 

45 

(3) blocking effect 

[0079] Ten specimens of recording medium were laid one on the other, put in a PP bag and stored in environmental 
conditions of 30*C/80%RH for a month. After the storage, those that were not adhering to each other and could be 
50 separated from each other were rated as O and those that could not be separated from each other were rated as x. 

(4) printing performance 

[0080] An ink-jet printer comprising a number of drop on demand type ink-jet heads having nozzles arranged at 
55 regular intervals (600dpi) at a rate of 24 nozzles per 1 mm, the number of nozzles being equal to the number of inks 
to be used for printing, and adapted to fomn an image by scanning perpendicularly relative to the row of the nozzles 
was used for an ink-jet recording operation using inks of different compositions as listed below. Each ink was ejected 
at a rate of 1 0pl per dot The rate of ink consumption for single color printing conducted at a rate of 24 x 24 dots per 
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10 



15 



20 



25 



30 



35 



1 mm2 (600dpi x 600dpi) was regarded as 1 00%. Therefore, the rate of Ink consumption for double color printing was 
a double of the rate of ink consumption for single color printing and hence regarded as 200%. Similarly, the Ink con- 
sumption rate for triple color printing and the one for quadruple color printing were regarded respectively as 300% and 
400%. 

[0081] The following coloring agents were used; C. 1. Direct Yellow 86 for Y ink. C. I. Acid Red 36 for M Ink. C. I. 
Direct Blue 1 99 for C Ink and C I. Food Black 2 for Bk ink. Then, each of the coloring agents were used to prepare 
three different inks with different dye concentrations for each color. 



<1> ink composition 1: 


high dye concentration ink 


' the dye 


3 portions 


- diethytene glycol 


5 portions 

• 


- polyethylene glycol 


1 0 portions 


- water 


82 portions 


<2> ink composition 2: 


medium dye concentration ink 


- the dye 


1 portions 


- diethylene glycol 


5 portions 


- polyethylene glycol 


1 0 portions 


- water 


84 portions 


<3> ink composition 2: 


low dye concentration ink 


- the dye 


0.8 portions 


- diethylene glycol 


5 portions 


- polyethylene glycol 


1 0 portions 


- water 


84.4 portions 



40 



[0082] Then. Ink sets of inks of four colors of yellow (Y), magenta (M), cyan (C) and black (Bk) prepared in the above 
described manner were used to print images on a recording medium according to the invention and evaluated for the 
following test items (a) through (g) that relate to the printing effect. 

(a) blurnng, bleeding, beading, repelling and stripy unevenness 

[0083] Inks of ink composition 1 were used for printing and the ink consumption rate of ink of each color was changed 

from 100% (single color) to 400% (quadruple color). The printed image was visually checked for blurring, bleeding, 

beading, repelling and stripy unevenness. The following rating system was used. 

[0084] No such defects occurred at ink consumption rate of 400%: (o> 

[0085] No such defects occurred at ink consumption rate of 300%: O 

[0086] No such defects occurred at ink consumption rate of 100%: A 

[0087] Such defects occurred at ink consumption rate of 100%: x 



45 



(b) image density 

[0088] The transmissive image density of each of the images printed solidly by using high dye concentration inks 
with composition 1 of different colors at an ink consumption rate of 1 00% (single color) were observed by me.ans of a 
densitometer (31 OTR: tradename, available X-Rrte) and the image density of each image was expressed by the ob- 
tained numerical value. 



50 



55 



(c) gradation 

[0089] Ink sets with ink compositions 1 through 3 were used and the ink consumption rate of each ink set was 
manipulated to print images with different density levels on a recording medium according to the invention by means 
of the above ink-Jet printing apparatus. More specifically, the image density was changed in about 60 steps and the 
printed areas of the different density levels were visually observed. An Image where the differences of density were 
recognizable was judged to be showing satisfactory gradations. The number of gradations recognized by this method 
was counted. 
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(d) color reproducibility 

[0090] A single color solid pattern was printed for each of the four colors at an ink consumption rate of 100% and 
the obtained image was visually observed for color reproducibility (in order to check if any abnomnal tint was found). 
5 Images with a nomnal tint were rated as o. whereas those with an abnomnal tint were rated as x. 

(e) ink fixation 

[0091] A solid pattern was printed at an ink consumption rate of 300%. Ten sheets printed such a solid pattem were 
10 from the printing apparatus at a rate of a sheet/min. After the end of the printing operation, printed side of each sheet 
and the rear side of an adjacent sheet were checked for sticking. The sheet canying the solid pattem was rated as o 
if it was not stbking to the rear side of the adjacent sheet, whereas it was rated as x if it was sticking the rear side of 
the adjacent sheet. 

15 (f) water-resistance 

[0092] A solid pattern was printed on a sheet of recording medium according to the Invention at an Ink consumption 
rate of 200% for each color and left for a day to make the Ink dry. Thereafter, the sheet carrying the pattern was 
immersed in pure water for 3 minutes to see if the ink had flown out and the ink receiving layer had been dissolved, if 
20 partly. Sheets that showed no such ink flow nor any dissolved ink receiving layer were rated as O, whereas those that 
showed such an ink flow and a dissolved ink receiving layer were rated as x. 

(g) OHP transparency 

25 [0093] Each printed sheet was used with a reflection type overhead projector and checked If the sheet casted Its 
shadow to a recognizable extent or not. Sheets whose shadows were not recognizable were rated as o, whereas those 
whose shadows were recognizable were rated as x. 

(Comparative Example 1 ) 

30 

[0094] Specimens of recording medium were prepared as in Example 1 except that the binder was replaced by water- 
soluble polyvinyl alcohol and the pH was not regulated. The obtained specimens were used for image fonmation as in 
Example 1 and evaluated for items (1) through (4). Table 1 summarily shows the results. 

[0095] The porous organic resin layer of each of the sheets of the specimens was observed through a scanning 
35 electron microscope (S-5000: tradename, available from IHitachi) for both the surface and a cross section to find that 
the pore structure was not satisfactory as shown In FIG. 3. Additionally, the highest peak of the pore size distribution 
curve of the porous organic resin layer was determined (by means of Autosorb 1 : tradename, available from Quanth- 
achrome) to find that it was at a pore radius of 2nm. The pore volume per unit weight of the porous organic resin layer 
was 0.052cm3/g and the pH in the layer was 4.3. 

40 

(Comparative Example 2) 

[0096] Specimens of recording medium were prepared as in Example 1 except that they did not contain any organic 
fine particles (and hence contained only a water-absorbing binder). The obtained specimens were used for image 
45 fonnatlon as In Example 1 and evaluated for Items (1) through (4). Table 1 summarily shows the results. The Ink 
receiving layer of each of the sheets of the specimens was observed through a scanning electron microscope (S-5000: 
tradename, available from Hitachi) for both the surface and a cross section to find that any pore stmcture was not 
found as shown ir FIG. 4. 

50 (Comparative Example 3) 

[0097] Specimens of recording medium were prepared as Ir Example 1 except that the organic fine particles were 
replaced by porous Inorganic particles of alumina hydrate and polyvinyl alcohol was used fot the binder to prepare a 
coating formulation by using the process as described below, which was then applied onto the base material to produce 
55 a recording medium as in Example 1 . The obtained specimens were used for image formation as in Example 1 and 
evaluated for items (1) through (4). Table 1 summarily shows the results. 

[0098] For preparing the coating fomnulation , firstly aluminum dodexide was fomned by using the method as described 
in U. S. Patent No. 4,242,271 . Then, the obtained aluminum dodexide was hydroiysed to produce alumina slurry. Water 
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was then added to the alumina slurry until the solid content of alumina hydrate fel] to 7.9%. The alumina slun^ showed 
a pH value of 9.4. Then, 3.9% aqueous solution of nitric acid was added regulate the pH and. after an aging process, 
colloidal sol was obtained. The colloidal sol was dried by spraying at the inlet temperature of SS^'C to produce powdery 
alumina hydrate having a boemite stnjcture. The alumina hydrate was dispersed Into deionized water to produce a 
5 1 6% solution. Thereafter, polyvinyl alcohol (Gohsenol GH1 7: tradename, available from Nihon Gohsei Kagaku Kogyo) 
was dissolved in deionized water to produce a 1 0% solution, The alumina hydrate and the polyvinylalcohol solution 
was mixed to a mixing ratio of 7:1 by weight as reduced to solid and stirred to obtain the coating formulation of the 
example. 

[0099] The obtained coating formulation was 'applied to the surface of the base film by die coating by means of a 
10 coating machine and a hot air drying furnace (not shown) and then dried at drying temperature of 140*C to produce 
an ink receiving layer 102 showing a film thickness of 40\ixn. The highest peak of the pore size distribution curve of 
the ink receiving layer 102 was at a pore radius of 2nm. The pore volume per unit weight of the ink receiving layer of 
the sheet was 0.54cm3/g and the pH in the layer was 4,3. The ink receiving layer of the sheet was observed through 
a scanning electron microscope (S-5000: tradename, available from Hitachi) for both the surface and a cross section 
15 to find that a pore structure as shown in FIG. 5 was found. 

(Example 2) 

[0100] A recording medium was prepared as in Example 1 except that fine particles of crosslinked acrylamide were 
20 used for organic fine particles. The obtained specimens of recording medium were used for Image fonnatlon as in 
Example 1 and evaluated for items (1) through (4). Table 1 summarily shows the results. 

[0101] The fine particles of crosslinked acrylamide used in this example were prepared in a manner as described 
below. Firstly, 60 portions of acrylamide, 20 weight portions of methylene bis-acrylamide operating as crosslinking 
component and 20 weight portions of inethcryllc acid added as particle size regulator in ethanol to produce an ethanol 

25 dispersion of organic fine particles. Then, pure water was added to the dispersion until the mixing ratio of water to 
ethanol became equal to 1:1 and the mixture was stirred thoroughly by means of an agitator. The obtained organic 
fine particles showed an average particle diameter of 1 42nm and aTg value of 1 65**C. When the particles were observed 
through a scanning electron microscope (S-5000: tradename, available from Hitachi), they were porous particles car- 
rying fine pores on the surface. The porosity of the particles was determined to be equal to O.SSScm^/g by a nitrogen 

30 adsorption/desorption method. 

[0102] Then, the obtained organic fine particles were mixed with a binder same as the one used in Example 1 and 
the mixture was stirred to produce the coating fomnulation of this example. Thereafter, sheet specimens of recording 
medium were prepared by using the coating formulation as in Example 1 . 

[0103] The porous organic resin layer of each of the obtained sheet specimens was observed through a scanning 
35 electron microscope (S-5000: tradename, available from Hitachi) for both the surface and a cross section to find a pore 
structure. Additionally, the highest peak of the pore size distribution curve of the porous organic resin layer was deter- 
mined (by means of Autosorb 1 : tradename, available from Quanthachrome) to find that It was at a pore radius of 
29nm. The pore volume per unit weight of the porous organb resin layer was 0.452cm3/g and the pH in the layer was 6.3. 

40 (Example 3) 

[0104] In this example, ink sets of pigment Inks containing pigments as coloring agents were used for recording 
images on specimens of recording medium same as those obtained in Example 1 . The following coloring agents, or 
pigments, were used; C. 1. Pigment Yellow 83 for Y ink, C. I. Pigment Red 48:3 for M ink. C. I. Pigment Blue 15:3 for 
45 c Ink and carbon black for Bk ink. Then, each of the coloring agents were used to prepare three different inks with 
different dye concentrations for each color. 

[0105] The pigment inks were prepared firstly by preparing pigment dispersions, using a pigment dispersant as shown 
below and a known dispersion method. Then, inks of different colors were prepared by using the pigment dispersions. 

so - the pigment 1 5 portions 

copolymer of polyethylene glycol monoacrylate to which an oxyethylene radbal was introduced by 45 mols and 
sodium acrylate [monomer mol ratio (the fomner/the latter) = 2/8] 3 portions 
monoethanol amine 1 portion 

55 [0106] Inks of different colors with different pigment concentrations were prepared by using the above pigment dis- 
persant solution. 
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<4> ink composition 4: 


high pigment concentration 


- the pigment dispersion 


33 portions 


' deionized glycol 


4 portions 


' deionized water 


63 portions 


<5> ink composition 5: 


medium pigment concentration 


- the pigment dispersion 


11 portions 


- diethyiene glycol 


4 portions 


- deionized water 


85 portions 


<6> ink composition 6: 


high pigment concentration 


- the pigment dispersion 


6.6 portions' 


- diethyiene glycol 


4 portions 


- deionized water 


89.4 portions 



[0107] Then, ink sets of inks prepared in the above described manner were used to print images on a recording 
modum according to the invention and evaluated for the test items (1) through (4) as in Example 1 as well as the 
f oiowing rtcms (5) and (6). Table 2 summarily shows the obtained results. 

(5) fixation of coloring agent 

[0108] High concentration inks of composition 4 above of different colors were used to print solid pattems at an ink 
25 consumption rate of 100% (single color) by means of the above recording apparatus and, after drying the Ink, the 
printed areas were rubbed by a finger tip to check for any release of the coloring agent. The sheet without any release 
of the coloring agent was rated as O whereas the sheet that released the coloring agent was rated as x. 

(6) cracks in the coloring agent in solidly printed areas 

30 

[01 09) Inks of composition 4 above with different colors were used to print solid patterns at an ink consumption rate 
of 100*^» (single color) by means of the above recording apparatus and, the printed areas were observed through an 
optical microscope (not shown) to check for cracks in those areas. The sheet without any cracks was rated as O 
whereas the sheet that showed cracks was rated as x. 

35 

(Example 4) 

[01 1 0J In this example, a combination of pigment ink and dye ink was used to print an image on a recording medium 
as in Example 1 . More specifically, ink sets using the dye inks prepared in Example 1 was used for Y, M and C, while 
ink sets using the pigment inks prepared in Example 3 were used for Bk for the image fonnation using the above 
recording apparatus. The specimens were evaluated for (1) through (6) as in Example 3. Ink set of high concentration 
inks was used for the evaluation of (5) and that of (6) above. The obtained results are summarily shown In lable 2. 

(Example 5) 

45 

[0111] In this example, Ink sets of inks using a coloring agent that is a mixture of a pigment and a' dye as shown 
below were used for Image formation on a recording medium as in Example 1 . Dyes in Example 1 were also used In 
this example and pigment dispersions of Example 3 were used here. 



<7> ink composition 7: 


dye/pigment mixture high concentration 


- dye 


1 .5 portions 


- pigment dispersion 


16.5 portions 


- diethyiene glycol 


4.5 portk>ns 


- polyethylene glycol 


5 portions 


- water 


72.5 portions 
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(continued) 



10 



IS 



<8> ink connposition 8: 


dye/pigment mixture medium concentration 


- dye 


0.5 porttons 


' pigment dispersion 


5.5 portions 


- diethylene glycol 


4.5 portions 


- polyethylene glycol 


5 portions 


- water 


84.5 portions 


<9> inlc connposition 9: 


dye/pigment mixture low concentration 


- dye 


0.3 portions 


- pigment dispersion 


3.3 portions 


- diethylene glycol 


4.5 portions 


• polyethylene glycol 


5 portions 


- water 


86.9 portlon^i 



20 



25 



[0112] The specimens of this example were evaluated for items (1) through (6) as in Example 3. Ink sets of Bk, Y, 
M and C high concentration inks were used for the evaluation of (5) and that of (6) above. The obtained results are 
summarily shown in Table 2. 

[0113] As described above, according to the invention there is provided a recording medium that is highly excellent 
in terms of ink absorption rate, prevention of sticking, transparency, fixation of pigment Ink, color reproducibility of dye 
ink, water-resistance and inkfixation as well as color density and the number of gradations of the image fomned thereon. 
There are also provided a method of manufacturing such a recording medium and a recording method adapted to 
record images on the recording medium. 
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[01 14] A recording medium comprises a base member and at least a porous organic resin layer formed on thie base 
member The porous organic resin layer includes organic fine particles having both hydrophillc radicals and hydrophobic 
radicals, a water-absorbing binder and voids. The layer shows a pore size distribution having a highest peak found 
within a pore radius range between 3nm and 300nm, a pore volume of 0.2cm3/g or more and a pH value of 5.2 or 
higher as observed by a method conforming to J IS P 81 33. The layer is typically formed by applying to the base member 
a coating formulation of aqueous dispersion containing such organic fine particles, a water-absorbing binder and a 
basic substance and showing a ptH value of 5.2 or higher as observed by a method conforming to JIS Z 8802, followed 
by drying. 
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Claims 

1. A recording medium comprising a base member and at least a poious organic resin layer fornied on said base 
member; 

5 

said porous organic resin layer including organic fine particles havi ng both hydrophilic radicals and hydrophobic 
radicals, a water-absorbing binder and voids; 

said porous organic resin layer showing a pore size distribution having a highest peak found within the pore 
radius range between 3nm and 300nm, a pore volume of 0.2cm3/'i or more and a pH value of 5.2 or higher 
10 as observed by a method conforming to JIS P 8133. 

2. A recording medium according to claim 1 , wherein said hydrophilic rad^ lis are selected from group of carboxyl. 
sujfo, hydroxide, phospho, amino, amido and ethyleneimine radjcals. 

15 3. A recording medium according to claim 1 , wherein said hydrophobic radicals are selected from a group of ester, 
ally!, vinyl and propenyl radicals. 

4. A recording medium according to claim 1 , wherein the glass transition temperature of the organic fine particles is 
between 120'C and 220**C. 

20 

5. A recording medium according to claim 1 , wherein the average particle diameter of the organic fine particles is 
between 5nm and 250nm. 

6. A recording medium according to claim 1 , wherein said organic fine particles ire not spherical. 

25 

7. A recording medium according to claim 1 , wherein said organic fine particles ave voids therein. 

8. A recording medium according to claim 1 , wherein said water-absorbing binder is cationic or nonionic. 
30 9. A recording medium according to claim 1 , wherein said base member is a transoarent base member. 

10. A method of manufacturing a recording medium having a base member and at Mast a porous organic resin layer 
formed on said base member, said method comprising: 

a step of forming said porous organic resin layer by applying to the bas*^ member and drying a coating 
35 formulation of aqueous dispersion containing organicfine particles having both hy drophilic radicals and hydropho- 

bic radicals, a water-absoriDing binder and a basic substance and showing a pH vaiue of 5.2 or higher as observed 
by a method conforming to JIS Z 8802. 

11. A method of manufacturing a recording medium according to claim 10, wherein said organic fine particles are 
40 prepared in a state dispersed in a soh^ent by means of a process of emulsion polymerization using a nonionic 

emulsifler or a cationic emulsifier. . 

12. A method of manufacturing a recording medium according to claim 10, wherein said water-absoibing binder is 
resin emulsion. 

45 

13. A method of manufacturing a recording medium according to claim 10, wherein said basic substance is $elected 
from a group of ammonia, tertiary amine salts and quaternary ammonium salts. 

14. An image fomning method for fomiing an image by applying ink to a recording medium, said recording medium is 
so according to any of claims 1 through 9. 

15. An image forming method according to claim 14, wherein an ink-jet recording method is used for applying ink to 
the recording medium. 

55 16. An image forming method according to claim 15, wherein said Ink-jet recording method is a lethod of discharging 
ink droplets by applying thermal energy to ink. 

17. An image fonrning method according to claim 14, wherein dyes and/or pigments are used for Ink. 
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